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Description 

The invention relates to an absorbent composite comprising a porous fiber matrix and an amount of 
superabsorbent material present in the porous fiber matrix. Such absorbent composites can be incorporated 

6 into absorbent articles such as disposable diapers, adult incontinence pads, sanitary napkins and the like 

An absorbent composite of this type is disclosed in FR-A-2293914. The superabsorbent material of the 
known composite is a selected powdery from a graft copolymer containing hydrophilic chains, for instance 
grafted cellulose. The superabsorbent material may be distributed throughout the complete absorbent 
structure, but is preferably concentrated in a single intermediate layer between fiber matrix layers. The 

10 superabsorbent material used is selected due to its inherent high absorbing property, and is said to be 
especially effective for lower average particles sizes. The importance of neither a high absorbency under 
pressure nor a suitable selection of the size of the superabsorbent particles with respect to the pore size of 
the fiber matrix is not disclosed. 

Superabsorbent polymer (hereinafter referred to as SAP) and superabsorbent material are not technical 

75 ternis. A more precise designation for present hydrogel-forming SAP is ionic hydrocolloid. 

There is general understanding in industry that to be called superabsorbent. a material should imbibe 
absorb or gel about 10 times its own weight of fluid and retain it under moderate pressure. The fluid is 
taken into the molecular structure and not simply contained in pores from which it could be expressed by 
squeezing. The hydrogels used in soft contact lenses, semi-permeable membranes and ion-exchange 

20 resins are not superabsorbent. Inorganic materials and polysaccharides, which can gel fluids upon 
mnanipulation of solutions, are not superabsorbents unless they can generate a gel when simply exposed to 
the fluid. 

It is commonly thought that SAP was invented about 1970 by USDA researchers studying grafted 
starch, as described in Absorbency by P. K. Chatterjee. editor, pages 197-198. Elsevier, New York. New 

as York. (1985). Absortjent or gelling polymers are actually much older. As early as 1952, carboxylic ion- 
exchange resins were known which swelled up to 500-fold in sodium bicarbonate, as described In British 
patent 719.330 to Bayer. Nevertheless, the application of these absorbent polymers in consumer products 
was not to be recognized until much later. In 1954. a technique was disclosed for making swellable 
polymers in saturated magnesium sulfate solution in U.S. patent 2,810,716 to Markus wherein it was 

30 suggested that such polymers could be used in drug delivery. U.S. patent 3,229.769 to Bashaw and Harper 
issued January 18, 1966 disclosed a lightly crosslinked poly(potassium acrylate) for gelling water used in 
fire-fighting. In 1966, such gelling polymers were actively being promoted for use in disposable sanitary 
products and soon thereafter. U.S. patent 3.669,103 to Harper et al. disclosed various medical and personal 
care uses of acrylic acid and acrylamide-based gelling polymers. This is probably one of the first 

35 suggestons in the literature for the use of synthetic polymers in gelling (absorbing) aqueous body fluids 

Since this time period, many synthetic SAPs have been made which are directly descended from these 
early materials. 

Present commercially available SAPs are typically crosslinked poly(acrylic acid) or acrylic acid grafted 
on starch. The carboxyl functionality is partially neutralized with sodium or potassium hydroxide Some 
40 versions made for agricultural purposes, particulariy in Japan, involve graft polymerizing acrylonitrile onto 
gelatinized starch followed by hydrolysis of the polyacrylonitrile to poly(acrylic acid-co-acrylamide) Al- 
though primanly acrylic acid-based SAPs are disclosed in conjunction with the present invention, it should 
be understood that other types of SAP may be contemplated for use. 

In the solution polymerization of partially neutralized acrylic acid, aqueous sodium hydroxide is mixed 
with a water solution of acrylic acid. The crosslinker (a difunctional monomer) is added followed by the free 
radical polymerization initiator. This method yields a rubbery continuous gel which is dried and ground to 
the desired partk:le size. 

The suspension or inverse emulsion technique involves dispersing aqueous monomer and crosslinker in 
a hydrocarbon diluent. Organic-soluble free radical initiators are usually employed. Suspension polymeriza- 
50 tion gives spherical particles with the size controlled by the type and amount of suspending agent. The 
water is azeotropically removed and the particles recovered by filtration. 

Although the actual operating conditions used by current producers of SAP may vary the patent 
literature teaches a broad range of temperature, concentrations, types of initiators and crosslinkers. Patents 
which disclose hydrogel-forming polymer compositions for use in absortjent structures are listed below- 
55 U.S. Patent 3.901 .236 to Assarssonetal. 

U.S. Patent 4,062.81 7 to Westerman 

U.S. Patent 4,076,663 to Masuda et al. 

U.S. Patent 4,286.082 to Tsubakimoto et al. 
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U.S. Patent 4.340,706 to Obayashi et al. 

U.S. Patent 4,473.689 to Login et al. 

U.S. Patent 4,535,098 to Evani et al. 

European Patent 7551 0 
5 German Patent 3,313.344 

The prior art has recognized the independent operating variables of gel stiffness and retention capacity, 
particularly, U.S. Patent Re. 32.649 to Brandt et al., which stresses high retention capacity of the gel, once 
swollen, upon a subsequently applied load. 

However, the prior art has not heretofore recognized the innportance of providing absorbent structures 
70 having hydrogel-fornning polymers capable of swelling against an applied restraining force. Instead, the prior 
art. particularly the aforementioned U.S. Patent Re. 32,649, only discloses the ability of a gel particle to 
retain fluid under an applied pressure after the gel has been allowed to freely swell, that is, without a 
restraining force applied during swelling. 

It is an object of the present invention to provide an absorbent composite for a disposable sanitary 
75 article which will not only retain fluid under an applied restraining force, but will also absorb fluid under 
actual pressures exerted by the body during use. 

This and other related goals are achieved In an absorbent composite comprising a porous matrix of 
fibers and superabsorbent material wherein the superabsorbent material, can absorb at least about 24 
milliliters of an aqueous solution of sodium chloride containing 0.9 percent, by weight, sodium chloride, per 
20 gram of superabsorbent while under a restraining pressure of at least 21 ,000 dynes per square centimeter 
provided that, when in the form of discrete particles, at least about 50%, by weight, of the superabsorbent 
material has a size in the unswollen condition which is greater than the median pore size of said porous 
fiber matrix, when wet. 

In a preferred form of the invention, there is provided a diaper comprising a liquid-impermeable 
25 backsheet, a liquid-permeable topsheet coterminous with the backsheet and the absorbent composite 
structure of the present invention sandwiched therebetween. 

In a preferred form, the absorbent composite structure of the present invention has an average density 
In a range from about .10 to .15 gms./cubic cm.; moreover, the preferred hydrocolloid particles of the 
invention comprise a polyacrylate-based composition. 

30 

Brief Description of the Drawings 

Figure 1 Is a cut-away view of a disposable diaper which is a preferred configuration for the absorbent 
articles contemplated herein; 
35 Figure 2 is an enlarged cross-sectional view of Figure 1 . showing the dry absorbent composite of the 
present invention; 

Figure 3 is an enlarged cross-sectional view of an absorbent composite represented by the prior art 
when wet; 

Rgure 4 is an enlarged cross-sectional view of Rgure 1 , showing the absorbent composite of the present 
40 invention, when wet; 

Figure 5 is an exploded perspective view of a testing apparatus used to measure horizontal fluid intake 

and flowback characteristics of absorbent composites of the type described below; 

Figure 6 is a side elevational view showing the apparatus of Rgure 5 in operation; 

Figure 7 is a perspective view of a testing apparatus used to evaluate fluid intake and flowback of 
45 absorbent composites of the type described herein, when the composites are in a normal configuration 

of use; 

Figure 8 is a cross-sectional view of Rgure 7; 

Figure 9 is a perspective view, showing a fluid flowback testing apparatus used to evaluate absorbent 
composite of the type described herein; 
50 Figure 10 is a cross-sectional view of Rgure 9; 

Figure 11 is a side elevational view of an apparatus used to measure the absorbency of fluid by 
superabsorbent particles against an applied restraint; 

Figure 12 Is a side elevational view of an apparatus used to measure horizontal wicking of absorbent 

composite under an applied restraint; 
55 Figure 13 is a side elevational view of an apparatus used to measure the permeability to fluid of 
absorbent composites; and 

Figures 14-22 are graphs summarizing data from tests on the absorbent composites of Examples l-IX, 
according to the test methods described herein. 
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Desir^' ^'^"'^ "^^ ""^'^^ '^^'^"^ *° accompanying Detailed 

Detailed Description of the Pre ferred Enf»bodlment 

5 ' 

According to Rgure 1. there is generally shown a disposable sanitary absorbent article 10 such as an 
.nfant diaper or adult incontinence garment, of the type having a liquid-impermeable te<^ L mateSaM2 a 

hem?e3n : f TT! ' indicated a^6 sSi hed 

therebetween. In its preferred form, the absorbent article 10 defines a generallv hourolass shar,« havinn = 
0 pair of waist sections situated at opposed longitudinal ends of the article To fp'ai of^^^^^^^^^^ 

f!ir.f 1 rrr'. --^^ cut-outs along the sidL. TheT^Tut^rm^^^^^^ 

00 0 0°^^^ tTT. 'T' '"^^ ^''^'^ °' ^ intermedtte c'otc 

Sa?dlv iom Z f \° ""'^ ^''''"S P^«^«"«°" °f spillage of wastes 

oim/ardly from ttie sides onto outer clothing of a wearer. The article may be provided wiSi adhesive taoe 

tS^^^ZT^zit Le^'r f"°"" *° ^""^^ -^^ 'M^s;^^^^^^^ 

oacking matenal 12 may be made from a commercially available polyolefin film and the liquid-oermeable 
bodyside facng material 14 may be made from a commercially avaLble nonwoven maSi such ^ a 
spunbonded or carded fibrous web which is wettable and capable of passing urine 

The absorbent composite 16 of the present invention preferably comprises a porous matrix of fibers 18 
tL^ZT ' ^"'^ ^"'^ «"P««bsorbent material 20 dispT eramong he 

could take the fomi of continuous or discontinuous fibers. Therefore, the description herein of suitable suoer 
absorbent matenal should not be taken so as to limit the claims to exclude nonWuirSArCZus 

■ war,«T « """r"" ^^■'^''^ -f"ch may be formed in aVar'^rof 

. ways, for example, according to the teachings of Mazurak and Fries, as set forth in U S Patent 4 381 78^ 
the ent^e disclosure of which is incorporated herein by reference and relied upon ' ' 

fih«rt K comminuted wood pulp (flufO is preferred to form the matrix for this invention, other wettable 
l,h t ?K^' *^ A^^'«c"«"y. *e porous matrix may be formed rom mSS^n 

, aiS SVj r"'' P'"y«t''y'«"«> polypropylene, polyesters, copolymers oi polyesters a JpoTyalrs 

discussed above. For example, the matrix may comprise at least about 5 weight percent preferZ ab^ut 
0 weight percent synthetic polymer fibers and the remainder may comprise wood pulp Z Z^^^t^T^ 
the matrix are generally hydrophilic or rendered hydrophilic through a surface treatment 

to Z ll?''^'' ""^ ^'^^ pulp (tha is. made according 

to the sulfate process commonly known in the art) which has been bleached. Exemplary is a biSched 

a dwood' krt« T T ''""•'^^ '^^-^ international P^e ComX 1 

hardwood toaft wood pulp may also be used. A suitable hardwood pulp is southern hardwo<Kl Lft 
obtamab e from Weyerhaeuser as "New Bern 309." The hardwood or sof^ood Ss mayT u^3 
separately or in blends, as taught by U.S. Patent 4.699.619 to Bernardin. the entire d sdosuTe of which is 

sZLhTTT.'I T^""^ '"^ '■'"^^ f^"^ ^^^'"P'^- «»^«" « blend is used the weight ratio S 
softwood kraft pulp to hardwood kraft pulp can be from 1 -3 to 20 1 ' 

not Just thell?SL' tII''^ f!" *° '""''^ °' ^''^ «""P°^'t« absorbent structure 16 and 
J nl! / K °' *® composite 16 should be in the range of about 0.03 to about 

0 UoTtSut"o 2 om^/.^?''"" IL": "^"1 ° 3'^^'="^''= benefici^ly from abou 

n^^^L n . . ■ "'^^ ^'^^"^ '^"9^- c' considerations of integrity and bulk from 
aTd o;2.?p:?^o7ooi^^^^^^^^^^ application.rmeasured unTr 

The composite 16 may be densified to a desired density in eittier a heated or unheated press such as 
can be obteined rom Dake. Grand Haven. Michigan, as a "Dake Laboratory Press^MlT No 
7n t ^"""T^ ""''"^ te-^P^^ture and pressure as^JS 

use in *elS;L' ""T^' ^'''""^^^y' « calendar nip whicK may be heL. is su^te 

use in the densification process, as known in the art. ror 

As used herein the temi "superabsorbent" refers to a material, natural or synthetic caoable of 

th^ ' K 't""^ '° "^'9''' «^"'«^- embodiment of the pfesen^o^ 

the superabsorbent material comprises a hydrocolloid. preferably an ionic hydrocolloi^ TxemoZ of 
superabsorbent material suitable for use in the present invention are polyacXwe 1^^^^ 
emylene ma^aic anhydride copolymers: polyvinyl ethers; hydroxypropylcellulLrSSoCX^^^^^ 
polymers and copolymers of vinyl sulfonic acid; polyacrylates; starch gSed polya^ryl^rarSte ' 
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The superabsorbent materials of the present invention are generally dispersed in the porous fiber 
matrix. As can be seen from reference to Figure 2, when the superabsorbent material is in the form of 
discrete particles the particles are generally located within the pores of the fiber matrix. 

The composite structures of the present invention generally comprise from about 5 to about 90 weight 
5 percent superabsorbent material, beneficially from about 10 to about 70 weight percent and preferably from 
about 10 to about 60 weight percent based on total composite weight. 

Generally, superabsorbent material dispersed in a fibrous matrix enhances the fluid holding capacity of 
the composite. However, due to the swelling nature of the superabsorbent material, wicking In a horizontal 
plane of the fiber matrix may be severely hindered if the superabsorbent is not carefully selected. This 
70 aspect of the invention will be discussed in greater detail below in connection with Figures 2, 3 and 4. 

Although prior art superabsorbent materials and absorbent composites made therewith have favorably 
exhibited the ability to freely swell with fluid and retain such fluid against an applied pressure, the benefits 
of this characteristic are, to an extent, illusory. The reason for this is that to exhibit an improved 
performance In use, the superabsorbent material must also have the ability to initially imbibe fluid and swell 
75 while being subjected to a load. In use, such a load may be applied to the superabsorbent by the body of a 
person who is sitting or lying on the composite and/or by dynamic torsional pressures, e.g. during leg 
movement, while wearing a garment containing the absorbent composite. 

The inventor has found that an absorbent composite 16 comprising a porous matrix of fibers 18 and 
superabsorbent particles 20 interspersed among the fibers 18 (Figs. 1, 2 and 4) exhibits an improved 
20 performance when the particles 20 can swell against an applied restraining force of from about 10.000 to 
about 50,000 dynes/sq. cm. while performing an amount of work greater than about 300.000 ergs/gm of 
particles. Preferably, greater than about 500,000 ergs/gm of particles. These are the typical applied forces 
during use of, for example, a diaper as worn by a medium to large-sized infant. 

For the purposes of this application the ability of a superabsorbent material to swell under an applied 
25 force and thereby perform woric Is quantified as the Absorbency Under Load or AUL The AUL Is expressed 
as the amount (in milliliters) of an aqueous sodium chloride solution (0.9 weight percent sodium chloride) 
which the superabsorbent material can absorb per gram in one hour under a load of 21 ,000 dynes per 
square centimeter. The amount of work performed by the superabsorbent is given by the fomnula: 

30 W = (AUL) X (Restraining Force) 

wherein W is work, AUL and restraining force (or load) are as defined above. For example, a superabsor- 
bent having an AUL of 27 under a load of 21,000 dynes per square centimeter would perform an amount of 
work equal to 27 x (21 ,000) or 567,000 ergs per gram of superabsorbent. 

35 The method by which AUL is determined is set forth in greater detail below. The AUL is thought to be a 
function of the following factors; (1) gel stiffness while swelling, (2) ability to imbibe the fluid by osmotic and 
internal electrostatic repulsion forces, (3) surface wettability of the superabsorbent material, and (4) particle 
size distribution when wetted. 

The inventor has discovered that it is desirable to employ superabsorbent materials having an AUL of at 

40 least about 24 and beneficially at least 27. The importance of employing a superabsorbent material having a 
relatively high AUL has been discussed briefly above. Specifically, it is often the case that the superabsor- 
bent material will be located in a garment, such as a diaper, and the garment located, relative to the wearer, 
such that the superabsorbent material will be placed under a load or restraining force at the time it contacts 
the liquid to be absorbed. Accordingly, the superabsorbent material can only absorb the liquid If the 

45 superabsorbent is capable of performing work sufficient to overcome the restraining force. As a general rule, 
superabsorbent materials having an AUL of at least about 24 and beneficially at least 27 will be able to 
perform the amount of wori< necessary to overcome the restraining forces typically applied when the 
composites of the present invention are incorporated into the personal care products such as diapers, 
incontinence garments, sanitary napkins and the like. As a result of employing superabsorbent materials 

50 having an AUL of at least about 24. personal care products employing such superabsori3ent materials have 
been found to perform better. Specifically, diapers employing such high AUL superabsorbent materials have 
been found to exhibit fewer overnight leaks. 

In one preferred embodiment of the present invention, the porous fiber matrix Is formed from celiulosic 
material such as wood pulp fluff. When the porous fiber matrix is formed from a celiulosic material the 

55 superabsorbent material has an AUL of at least 27, 

In another preferred embodiment of the present invention, the porous fiber matrix comprises at least 
about 3 percent and preferably 5 percent, by weight, of a synthetic polymeric fiber and the remainder of the 
matrix is fomned from celiulosic material. When the porous fiber matrix comprises synthetic polymeric 



5 



EP 0 339 461 B1 



fibers, the superabsorbent material has an AUL of at least about 24. 

While employing a superabsorbent material with an AUL of at least 27 has been found generally 
capable of achieving the goals of the present invention, it is believed that employing superabsorbent 
matenals with even higher AULs may be beneficial. Accordingly, the preferred superabsorbent materials will 
have an AUL of at least about 29 and the most preferred superabsorbent materials will have an AUL of at 
least about 32. 

It has further been discovered that the ability to rapidly Imbibe multiple fluid surges spaced In time from 
one another significantly improves the perfomiance of the composite 16 when incorporated into a diaper. 

It IS hypothesized that one important aspect in producing a composite with the ability to imbibe multiple 
fluid surges is the ability to maintain open capillaries in the porous fiber matrix after the first fluid 
application. Certain composites of porous fiber matrix and superabsorbent material are Itnown to exhibit gel- 
blocking. Gel-blocking occurs when the superabsorbent material swells on contact with liquid and blocks a 
significant number of the capillaries present in the matrix. Such a situation is illustrated in Rgure 3 Once 
gel-blockmg occurs, subsequent fluid surges can not move through the matrix in order to be absorbed by 
additional superabsorbent material located remote from the location of the fluid surges. 

The inventor has discovered that by selecting the size of the superabsorbent material the effects of gel- 
blocking can, at least to an extent, be further minimized. Specifically, when in the form of discrete particles 
at least about 50%, and preferably at least about 80% by weight, of the superabsorbent material should 
have a size in the unswollen condition which is greater than the median interfiber spaces (pores) of the 
matnx. when the matrix is in a wetted condition. That is. the size of at least about 50% of the unswollen 
superabsorbent particles must be greater than the median pore size of the matrix when the matrix is wet 
and the superabsorbent particles are not present. 

When the superabsorbent material of the present Invention has a dry size within the defined ranges and 
does not break apart into smaller units when wetted, it will, upon swelling, generally expand such that It 
maintains a capillary structure in the matrix. That is. rather than expanding to fill the pores as in Figure 3 
the superabsorbent expands to push the fibers apart as illustrated in Rgure 4. In this manner an open 
capillary structure is maintained even when the superabsorbent is in a swollen state. Maintenance of a 
capillary network allows the matrix in a target area (where liquid initially is applied to an absorbent 
structure) to be more readily dehydrated thus allowing the matrix to more readily receive the next fluid 
insult. 

As used herein reference to the size of the superabsorbent particles refers to the size of the particles 
as determined by sieve analysis according to American Society for Testing and Materials test method D- 
1 921 . 

As a general rule, when the matrix is fomied from the fibers described above. In the manner described 
above and has the densities described above, the relationship between superabsorbent particle size and the 
pore size of the matrix can be achieved by having at least about 50% of the superabsorbent particles with a 
size greater than about TOO microns, beneficially greater than about 150 microns and preferably greater 
than about 200 microns. 

When the superabsorbent material is in the form of a fiber (having a length to diameter ratio of at least 
5:1) both the length and diameter of the fiber affect gel-blocking. Specifically, when In the form of a fiber 
the superabsorbent fiber may contact the matrix fibers at a number of locations along its length. As a result 
of these additional contacts it is not necessary for a superabsortwnt fiber to meet the limitations set forth 
above with respect to particle size. However, as a general rule it is desireable that at least about 50 weight 
percent and preferably at least about 80 weight percent of the superabsorijent fibers, based on total weight 
of said fibers, have a geometric mean diameter of at least about 33 microns, preferably of at least about 67 
microns, and a length to geometric mean diameter ratio of at least 5:1. The geometric mean diameter is the 
square root of the product of the major cross sectional axis and the minor cross sectional axis. 

Absorbent composites were made according to Examples l-K (Including comparative examples) and 
tested as set forth in the following methods. 

TEST METHODS 

Synthetic Urine 

The synthetic urine composition used herein was adjusted to more closely simulate the electrolyte 
composition of baby urine, namely: 0.31 g. CaH«(PO4)2H20. 0.68 g. K HzPO*. 0.48 g. MgS047H20 1 33 g 
KzSO*. 1.24 g. NaaPO* 12H2O, 4.4 g. NaCI. 3.16 g.KCI, 2g Methyl Paraben and 5g Germall 115 as 
preservatives. 8.6g. urea and 0.1 g. Pluronic 10R8 per liter, using distilled water as a solvent The 
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components were added to 900 mis. of distilled water in the order given and each dissolved before the next 
component was added, and finally diluted to 1 liter. To obtain larger quantities, the above quantities were 
scaled-up proportionately. 

5 Absorbency Under Load 

Referring to Figure 11, a Demand Absorbency Tester (DAT) 48 is used, which is similar to a GATS 
(Gravimetric Absorbency Test System), available from M/K Systems. Danners, MA, as well as the system 
described by Lichstein in pages 129-142 of the INDA Technological Symposium Proceedings, March 1974. 

10 A porous plate 57 is used having ports 52 confined within the 2.5 cm. diameter area and covered by the 
absorbency underload (AUL) apparatus 50. An electro balance 54 is used to measure the flow of fluid, 
normally 0.9 (w/w)% NaCI into the hydrocolloid particles 66. The special apparatus 50 used to contain the 
hydrocolloid particles is made from one inch (2.54 cm.) inside diameter thermoplastic tubing 56 machiried- 
out slightly to be sure of concentricity and then 100 mesh stainless steel wire cloth 58 is fused on the 

75 bottom by heating the wire cloth in a flame until red hot after which the cylinder is held onto the cloth until 
cooled. A soldering Iron can be utilized to touch up the seal if unsuccessful or it breaks. Care must be taken 
to maintain a flat smooth bottom and not distort the inside of the cylinder. The 4.4g piston (60) is made 
from one inch diameter solid material (e.g. Plexiglas) and is machined to closely fit without binding in the 
cylinder 56. A standard 100 gm. weight 62 is used to provide a 21,000 dyne/sq.cm. (about 0.3 psi) 

20 restraining load which is commonly experienced in infant diapers. Unless specified otherwise, a sample 
corresponding to a layer of at least about 300 gsm. (0.16 g.) of granules is utilized for testing AUL. The 
sarnple is taken from granules which are pre-screened through U.S. standard #30 mesh and retained on 
U.S. std. #50 mesh. The particles can be pre-screened by hand or automatically with, for example, a Ro- 
Tap Mechanical Sieve Shaker Model B available from W.S. Tyler. Inc., Mentor Ohio. 

25 This test is initiated by placing a 3 cm. diameter GF/A glass filter paper 64 onto the plate 57, (the paper 
is sized to be larger than the i.d. and smaller than the o.d. of the cylinder, to insure good contact while 
eliminating evaporation over the ports 52 of the DAT 48 and then allowing saturation to occur. The desired 
amount of particles 66 (about 0.1 6g.) is weighed out on a weigh paper and placed on the wire cloth 58 at 
the bottom of the AUL apparatus 50. The apparatus 50 is shaken to level the granules 66 on the wire cloth 

30 58. Care is taken to be sure no granules 66 are clinging to the wall of the cylinder 56. After carefully placing 
the piston 60 and weight 62 on the granules 66 in the cylinder 56, the AUL apparatus 50 Is placed on the 
glass filter paper 64. The amount of fluid pick-up is monitored as a function of time either directly by hand, 
with a strip chart recorder or directly into a data acquisition or Personal Computer System. 

The amount of fluid pickup measured after one hour is the AUL value, however, the rate of fluid pickup 

35 can also be measured. Two checks can be made to insure the accuracy of the instantaneous final readout. 
The height the piston 60 rises multiplied by the cross-sectional area of the cylinder 56 should nearly equal 
the amount of fluid picked up and the cylinder apparatus 50 can be weighed before and after the test, with 
the difference in weight equaling the fluid pick-up. 

To analyze the impact of different restraining loads additional or smaller weights are utilized. Further 

40 insights are also obtained by analyzing the actual work done which is simply the height multiplied by the 
restraining load (or the restraining pressure in dynes/sq.cm. multiplied by the AUL (ml./g.) to yield the 
amount of work (ergsYg.). This is the total work done due to the particles 66 being totally restrained from 
moving in the X-Y plane by the cylinder 56. This restraint in the X-Y plane is the key feature of this test, 
since with a 300 gsm. layer the particles being restrained in the X-Y plane must expand a significant 

45 distance vertically against the restraining load in order to obtain a large AUL value. 

Gel Stiffness (Shear Modulus) 

The shear modulus or gel stiffness (G*) is determined using pre-screened particles of from about 90 to 
50 300 micrometers (retained on No. 170 U.S. std. sieve, passing through No. 30 U.S. std. sieve) by swelling 
the particles in a 100:1 solution of NaCI (0.9 w/w%) for one hour, removing the excess fluid with vacuum by 
spreading the gel on a Buchner funnel covered with filter paper for 3 minutes. The gel Is kept in a closed 
container until ready for testing. 

Just before placing the gel between the parallel plates of the rheometer, it is blotted on filter paper to 
55 be sure no free water is present between the particles during testing. 

Testing is done on a Rheometrics, Inc. RDS 11 dynamic mechanical spectrometer between 25 mm. 
diameter parallel plates, spaced 2mm. apart, at 1% strain amplitude, 10 radian/sec. oscillation frequency 
and at ambient temperature (22 * C). 
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Horizontal Wlcking Under Load • Test Method 

Again a DAT is utilized, as in Figure 12. except that the end of a 3" x 14.5" (76.2 mm x 368.3 mm) strip 
of composite 22 is placed in a trough 24 fed from the fluid source 26. Weights 28 and 30 of 2700g each are 
placed on a clear slab (for example Plexiglas®) having a 1/4" (6,35 mm) thickness and covering the strip 
22. The amount of fluid being wicked through the composite 22 is determined with an electrobalance 34 
The bulk increase is indicated on the dials 36, 38 which measure these properties as a function of time By 
lowering the fluid source 26, the fluid intake is periodically halted, simulating actual multiple urine insults in 
use. At the end of the prescribed routine i.e., 5 minutes fluid intake. 15 minutes without fluid intake 
(repeated 3 times), the fluid distribution is measured by quickly cutting the strip into sections, weighing 
these sections wet, drying them, weighing dry and correcting for the solids from the testing fluid. 

Fluid-Intake and Flowback Evaluation (FIFE) 

The apparatus shown in Figures 5 and 6 is utilized for this test: The diaper (shown in phantom at 68) to 
be tested is prepared by cutting the leg elastic members (not shown) every r (25,4 mm) along their length 
in order to allow the sample to lie flat. The absorbent composite may be tested either alone or sandwiched 
between facing and backing sheets utilizing 2-sided tape to fasten the elements together. Sample 
dimensions, weight and density profile of the sample, amount of composite per sample, as well as the 
facing and backing materials, must be controlled as appropriate to obtain valid results. Data reported herein 
were obtained with 5" x 15" rectangular absorbent batts alone. 

The sample 68 to be tested is placed flat and smooth under an 880g cylinder plate assembly 70 such 
that the cylinder 72 which has a 5.1 cm i.d.. ends up in a designated location 74. For example, 4-1/2" 
(114,3 mm) from the edge of the composite for small (s), 5" (127 mm) from the edge for medium (m) 5- 
1/2" (139,7 mm) for large (I) and 5-3/4" (146,05 mm) for extra large (xl) diapers was used. Under the 
sample 68 is a raised platform 78 which is 1/4" (6.35 mm) high (d) x 6" (152.4 mm) long (e) x 3" (76.2 mm) 
wide (f). Also, the cylinder 72 extends a distance (g) of about 1/32" (0.794 mm) bebw the cylinder plate 
assembly 70. 

A specified amount of synthetic urine (e.g. 60, 80 and 100 ml., respectively, for small, medium and 
large diapers) is poured through ttie funnel 76 on top of the cylinder 72. The time elapsing between the first 
fluid contact with the sample and the time when fluid disappears into the sample is measured with a stop 
watch. One minute after the initial fluid insult is imbibed, a second insult of the same size is introduced. The 
time to imbibe the fluid is measured as for the first insult. 

Referring to Figures 9 and 10. one minute after the second insult is imbibed, the sample 68 is placed 
on a vacuum apparatus 80 and covered with blotter paper 82 together with liquid impervious latex sheeting 
84. A 35.000 dyne/sq. cm (about 0.5 psi ) vacuum pressure is then applied to suck the impervious latex 
sheeting 84 onto the blotter 82 and sample 68 for two minutes. The increase in weight of the blotter Daoer 
82 represents the flowback. 

Within one minute after completion of the flowback. a third fluid insult is introduced and timed. The 
fluid-intake time then is the number of seconds for the prescribed amount of fluid (80 ml for the results 
quoted herein) to enter the sample. 

Vertical-Fluid Intake and Flowback Evaluation (V-FIFE) 

Refen-ing to figures 7 and 8. the absorbent structure is placed in a trough 40 with an included angle, 
alpha of 60*. such that all "runoff" is contained on the bodyside proximity of the absorbent structure using 
suitable dams 42 along the sample edges. The total time to imbibe the insult is measured. Fluid is delivered 
from a nozzle 46 having 4 mm. diameter (a) which is attached to a peristaltic pump equipped with a pulse 
suppressor. The nozzle is placed a distance (b) of 6 mm.from the absorbent surface, a distance (c) of about 
6.3 cm from the end of the composite and at a perpendicular angle. Fluid is dispensed at an average rate of 
12 ml./sec. for 5 seconds during each insult (total 60 ml). 

The fluid volume per insult (60 ml) is divided by the time elapsed between Initial fluid contact and 
disappearance beneath the absorbent surface to determine the fluid intake rate. Samples are allowed to 
equilibrate 15 minutes between insults. For the data utilized herein, no flowback evaluation took place 
between the 2nd and 3rd insult, as in the FIFE test. 

Multiple Insult Demand Absorbency Test (MIDAT) 
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A piece of absorbent composite 68 mm. in diameter was placed over a single 3 mm. port of a DAT (as 
in the AUL test, figure 11), with about a 17,000 dyne/sq. cm. (about 0.25 psi) load placed on the sample. 
After 3 g/g. of fluid was absorbed, a valve was closed to prevent transfer of additional fluid for 15 minutes. 
The valve was then opened until 6 g/g. was reached, at which time it was closed for another 15 minutes, 
5 then opened until 9 g/g. was imbibed. After another 15 minutes, the valve was opened to obtain the final 
fluid intake rate. 

By inspection of a graph showing fluid uptake, the time to reach 3, 6 and 9 g/g. can be compared. 
Permeability 

10 

Permeability of the saturated absorbent composite structures was determined by constructing a siphon, 
as shown in figure 13, wherein the sample 86 is supported by a nonwettable teflon-coated plate 88 inclined 
at an angle of 45 • . A second nonwettable plate 90 with a platform 92 for receiving weights 94 thereon was 
placed over the sample, being restrained from sliding by an anchor string 96. A weight of 964 gms. was 

76 utilized to provide 21 ,000 dynes/cm^ (about 0.3 psi) of pressure perpendicular to the sample. The amount of 
fluid 98 passing through the sample was collected in a pan 100 resting on an electro balance 102 
connected to a strip chart recorder 104. The amount of fluid passing through the sarnple per unit time after 
an equilibrium flow rate is established is proportional to the in-plane permeability which, in turn, is related to 
the degree of openness of the absorbent composite structure and a direct measure of the ability of the 

20 sample to conduct fluid. 

Example I 

Absorbent composites were made according to the teachings of U.S. Patent 4,699,823 to Kellenberger 
25 et al., the entire disclosure of which is hereby incorporated by reference and relied upon, with the 
superabsorbent material (hydrocolloid particles) disposed in a Z-direction gradient in the batt. Commercially 
available facing and backing sheets were used and the absorbent composite included hydrocolloid particles 
(now sold under the designation IM5000). PA200. lot no. U702642, obtained from Hoechst Celanese 
Corporation. The hydrocolloid is a crosslinked sodium salt of poly(acrylic acid). The absorbent composite 
30 had a center basis weight of about 850 gsm with about 80% of the SAP in the center 4 inches (101,6 mm) 
of the diaper. 

Example II 

35 Absorbent composites were made according to the process described in Example I, only using a 
hydrocolloid sold as IM1500P. lot no. 70982B050, by Hoechst Celanese, Portsmouth, Virginia. The 
hyrocolloid is a starch grafted crosslinked sodium salt of poly(acrylic acid). The absorbent composite had 
the same basis weight and SAP distribution as Example I. 

40 Example III 

Absorbent composites were made by the method described in U.S. Patent 4,650,127 to Radwanski et 
a!., the entire disclosure of which Is hereby incorporated by reference and relied upon, with starch graft 
hydrocolloid particles obtained from Hoechst Celanese identified as IM1500P sample number S-73-990-01 
45 dispersed homogenously in the airlaid batt of fibers by a continuous stream. The hydrocolloid is a starch 
grafted crosslinked sodium salt of poly(acrylic acid). The hydrocolloid used in the composite had physical 
properties which were the same as that used in Example I. The absorbent composites formed had a basis 
weight of. about 1 .000 gsm. 

50 Example IV 

Absorbent composites were made according to Example III, using a hydrocolloid sold under the name 
Drytech 532, lot no. 87022118, by The Dow Chemical Company of Midland, Michigan. The hydrocolloid is a 
crosslinked sodium salt of poly(acrylic acid). The absori^ent composites formed had a basis weight of about 
55 1,000 gsm. 

Example V 
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n,m'?„T!^"*."""^'"t' ""^^ ^"^'"^'"S to Examples III and IV with a basis weight of about 500 
wlTnTtt„«HT°''"u K r °' ^"P^^^'^^o^'^"* (hydrocolloid) particles in the batt. The hydrocolloid used 
^^^rTTTZ "^^'^^ft.f «'«"«se Corporation under the designation IM5000P. with a sample number S- 
83-1171-01. The hydrocolloid is a crosslinked sodium salt of poly(acrylic acid). 

Example VI 

cJlS^'ZL^^Tr^. '^'^ ^ "='"9 "VOrocofcid ot>tain«l Iron, ths Do« 

Example Vli 



15 



Absorbent composites were made in accordance with the method of Examples I and II usina a 

SzSf'ThfhT' Ir-H *"' ^'^""^^ ^-"P^y ""'•^^ designation^rytech 533. Tot'n^ 
87040221 . The hydrocolloid is a crosslinked sodium salt of poly(acrylic acid). . « no. 



Example Vlll 



20 



26 



Absorbent composites were made according to Example I. using hydrocolloid particles obtained in an 
agglomerated form as IM5000. lot no. U706607 from Hoechst Celanese CorporatiorPortsmourVA The 
^IsZa';:^Z:r""T^T''''^^ of polytacrync add). This hydrocoL tended to de agglomerate 
is bid hS P^'^o'-'^ance when tested than did the nonagglomerated IM5000 of E^lple I. It 

s beheved that the small, de-agglomerated particles of Example Vlll impair performance by clogging the 

Srh .,^nJ J results observed with Example Vlll indicate the significance of the particle size 
distnbution in performance of the composite. 



Example IX 



30 



IM15^0pTno tCa^^^^^^ T *° ''"""'^ "^'"9 hydrocolloid particles obtained as 

ItJr^J ! l. ^^^^^'^^^l f^"^ "°e<=f'st Celanese Corporation, Portsmouth. VA. The hydrocolloid is a 
sterch grafted crosslinked sodium salt of poly(acrylic acid). Example IX represents a prior art comparJJve 
3. S (SmptT' ^^or.era^<^ .M5000 (Example Vlll) functions at pX^Uh 



Summary of Test Results 



40 



45 



50 



55 



and^ownT./ g^aP''^ °' F'9"™s 14. 15. and 22. whole diapers of the general configuration discussed 
and shown .n conjunction with Figure 1. and having absorbent composites made according to the Examples 
indicated, were tested on infants and the percentage of leaks was determined by the ability ofThe Zer to 
^^n unne without overflowing onto and soiling outer clothing. As shown in the graph ofRgure lT lower 
Ir^^nlfth ^PP7«";V«"''"ta'''« to the preferred diaper being able to better absor? and coS 
unne upon the second and third, rather than only the first urine surge or insult. It is estimated that these 
surges correspond to the average bladder capacity of the infants being tested. The purpose o^^fJ^Z 
metSfr' experimental measurements obtained acSrding to 

methods discussed herein. These in-use test results showed significantly improved leakage reduction fn 
aZunt T:iV '°T'"'' f'ydrocolloid particles having a higher AUL where the a^rage 

sumZril r T '^^e of 3 to 7 grams. Table A. immediately bZ 

! P^'^^^ 0* teaks observed. Consistency of the results indicates that no pattern exists to 
indicate any interaction with different loadings of SAP. (Note. Example Vll's 7 gpd. total leakage resulte 

m«JrLf f!*fh'AMl^ demonstates the desirability of employing a relatively high AUL superabsorbent 
7TL^ IT ^"P«^^ ^°*«"t -atorial increases the perfom,ance (^ measured by leakage 

of a diaper employing the superabsorbent material similarly increases. This relationship between oerfor 
mance and AUL has not heretofor been recognized. -"wnsnip oeiween pertor 



10 



EP 0 339 461 B1 



TABLE A INFUSE LEAKAGE RESULTS 



% Total ,Leaks Overnight Leaks 

Example 

No, q/Diap, Avg, Avg , 



I 3 7.4 14.7 

1 5 5.8 6.1 10.1 12.3 

I 7 5.1 12.0 

VII 3 12.6 20.7 

VII 5 8.2 8.0 21.2 16.4 

VII 7 3.1 7.4 

II 3 14.2. 28.4 

II 5 9,8 10.8 20.0 21.4 

II 7 8.4 16.0 



Samples of diaper comprising the sandwiched absorbent composite having facing and backing sheets 
attached thereto, were subjected to the Horizontal Wicking Under Load test. Fluid uptake capacity was 
measured for 5 minutes (three repititions, 15 minutes apart) under an applied load of .33 psi. The amount of 
fluid uptake is shown on the graph in Figure 18 and the fluid wicking distance in Figure 19. The test results 
indicate that a reduction in wicking occunred due to swelling of the hydrocolloid particles and, consequently, 
the clogging of the pores in the samples of Example II. This phenomenon is fully confirmed by the 
permeability tests discussed below, even though no significant differences in bulk change between 
composites having high vs. low AUL hydrocollolds were observed during these tests. The test results in 
Figure 21 further show that those Examples using higher AUL hydrocolloids perform a greater amount of 
work producing a more open structure, resulting in greater wicking rates, than the lower AUL Examples. 

Figure 5 shows the apparatus used to measure horizontal fluid intake and flowback of composites 
subjected to loads of approximately .1 psI (about 7,000 dynes per square centimeter). The test results 
indicated that the average fluid intake values for Examples containing high AUL hydrocollolds exhibited a 
15-20% improvement on the second Insult over those Examples containing a lower AUL hydrocolloid for 
composite densities of about .15 grams/cubic centimeter. A lower scale second insult improvement of about 
5% was seen for higher AUL composites at densities of about .10 grams/cubic centimeter. However, a 20% 
improvement was seen on the third fluid insult regardless of density in the range from about .10 to .15 
grams per cubic centimeter. 

The test shown in Figures 7 and 8 endeavors to simulate actual product alignment in use while multiple 
Insults of fluid are delivered to the absorbent composite, measuring the rate of fluid imbibed. The results 
shown in Figure 20 indicate that the rate of fluid uptake increased, even with increased hydrocolloid particle 
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10 



IS 



concentration, for those examples having composites containing relatively higher AUL hydrocolloids. 
Significantly, the rate of uptake on the fourth fluid insult closely resembled the rate for the first insult for 
absorbent composites containing high AUL hydrocolloids. 

The Multiple Insult Demand Absorbency Test (MIDAT) was employed to simulate the time between 
actual fluid insults in diaper use. wherein the fibrous matrix of the absorbent composite collapses when wet 
about the hydrocolloid particles. As shown by the results depicted in Figure 16. these Examples comprising 
hydrocolloids with relatively higher AUL's imbibe faster during multiple fluid insults. This quality again 
correlates to better diaper performance in terms of less urine leakage. 

As shown graphically by the results summarized in Rgures 17 and 21. Examples containing the 
relatively higher AUL hydrocolloid perform a significantly higher and more consistent amount of work 
against an applied load of up to about 1.0 psi (0.007 kg/mm^) during the time that multiple fluid insults are 
imbibed. These results are also summarized in Table B betow. 

TABLE B AUL & WORK VS APPLTPn LOAD 



20 



2S 



Pressure 
PSI ( Dynes /Cm^^ 



SAP FROM EXAMPLE I SAP FROM EXAMPLE II 



AUL* 
ml/q 



WORK AUL* WORK 
ergs/q ml/q erg/q 



3° 0.012 
0.30 
0.56 
0.85 
1.7 



35 



0 

850 

20,700 
38.600 
58,600 
117,100 



42 

38 

26 

13 

8 

8 



0 48 0 

32.300 47 39,950 

538,200 9 186,300 

501,800 8 308,800 

468,800 7 410,200 

936,800 6 702,600 



40 



* Value detennined based on a single measurement. 



Referring to Figure 13, the fluid flow rate through a sample of absorbent composite, acting as a syphon 
was measured as an approximate restraining force of .3 psi (0,000211 kg/mm^) was applied to the sample in 
45 order to evaluate the fluid permeability (ability to conduct fluid) of the sample indicating the degree of 
ctogging or openness of the matrix structure. Pores that were more open gave less resistance to flow 
through the composite, hence, high flow rate under the driving force of gravity. The results shown 
immediately below indicate that those Examples containing the relatively higher AUL hydrocolloid exhibited 
greater permeability than those containing relatively lower AUL hydrocolloids. 

60 



ss 



Example # 


Permeability 




(ml/min.) 


I 


13 


II 


8 


V 


8 


VI 


6 
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Particle Size Distribution 

Table C summarizes the particle size distribution of those hydrocolloid particles used in Examples l-IX 
(including comparative examples). When examined in light of the test results discussed below. SAP particle 
5 size is a significant parameter affecting performance of the hydrocolloids in the absorbent composites. The 
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comparative data of Hgure 22 vs. the comparative data of Figure 15 shows that particle size distribution of 
agglomerated vs. nonagglomerated hydrocolloid. when wet, significantly affects the percent leakage ob- 
served. . 

The agglomerated hydrocolloid of Example VIII. when subjected to the AUL test, exhibited a lower AUL 
when tested than did the same hydrocolloid in a nonagglomerated form (Example I). However, when a 
lesser SAP amount, for example, a monolayer of the agglomerated hydrocolloid particles (Example VIII) 
was used for the AUL test, AUL values were obtained which were comparable to those for Example i 
suggesting functional equivalence. However, the leakage comparison. Figure 22, demonstrates only func- 
tional equivalence to prior art (Example II) hydrocolloids. These results indicate the small particles breaking 
off the agglomerates are filling/plugging the capillary structure in actual use and in the normal AUL test 
described in the Test Method section. 

Hydrocolloid particles which have been found appropriate for use in absorbent composites of the 
present invention comprise a size distribution in a range from about 100 to about 1000 micrometers and 
preferably from about 200 to about 850 micrometers, as measured using U.S. Standard Mesh sieves 
Significantly, the fibrous matrix having the aforementfoned particle sizes is pushed apart as soon as the 
particles begin to swell, that is. a majority of the particles, as they begin to swell, will have a size which is 
larger than the interfiber spaces which were occupied by the particles when the fibers were first wetted 
enabling the particles with a high AUL to push the fibrous matrix of the web apart in the direction of the vtob 
thickness (Figure 4). In comparison, smaller particles merely expand and fill the pores without being given 
the opportunity to exert the necessary work to force the fibers apart. Examples containing hydrocolloid 
particles which are equivalently-sized but possess a relatively lower ability to absorb under load (AUL) 
functioned differently, they defomi thus not opening ftow channels (Figure 3). 

Therefore the use of particles having a smaller size distribution outside the appropriate specified range 
does not provide a sufficient opportunity for the particles to perform work against a restraining force. 
Accordingly, it has been determined that at least about 50% and preferably at least about 80% by weight of 
the dry particles must have a size greater than the median pore size of said porous fiber matrix when wet 
and when the superabsorbent particles are not present. 

The median pore size of nonwoven fibrous webs, including fluffed pulp batts as taught herein can be 
determined for example by using the method taught by Burgeni. et al. in the Textile Research J ournal. Vol. 
57 at pages 356-366 (May 1967), wherein determination of the equivalent pore diameters for both 
compressed and uncompressed air-laid Kraft pulp fluff batts is detailed. 

Another factor besides the particle/pore size relationship is that greater numbers of particles having size 
distnbutions smaller than those contemplated by the invention are present in the fibrous matrix, thereby 
filling more of the pores thereof and, consequently, reducing fluid permeability of the absorbent composite 
Illustratively, the agglomerated hydrocolloid particles used in Example VIII break up when wetted into 
smaller-sized particles, resulting only in the composite performing at parity with the prior art. as shown in 
Figure 22, compared with the improved results obtained with Example I (Figure 15). 

Claims 

1. An absorbent composite (16) comprising a porous fiber matrix (18) and an amount of superabsorbent 
matenal (20) present in said porous fiber matrix, characterized in that said superabsorbent material 
(20) can absorb at least 24 milliliters of an aqueous solution of sodium chloride containing 0.9 weight 
percent, sodium chloride, per gram of superabsorbent material while under a restraining pressure of at 
least 21.000 dynes per square centimeter, provided that, when in the form of discrete particles, at least 
about 50%. by weight, of said superabsorbent material has a size in the unswollen condition which is 
greater than the median pore size of said porous fiber matrix (18) when wet. 

2. The absorbent composite of claim 1, wherein said superabsorbent material can absorb at least 27 
milliliters of an aqueous solution of sodium chloride containing 0.9 weight percent, sodium chloride, per 
gram of superabsorbent material while under a restraining pressure of at least 21.000 dynes per sauare 
centimeter. 

3. The absorbent composite according to claim 1 wherein said superabsorbent material (20) can absorb at 
least 29 milliliters of an aqueous solution of sodium chloride containing 0.9 weight percent sodium 
chloride, per gram of superabsorbent material while under a restraining pressure of at least 21.000 
dynes per square centimeter. 
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4. The absorbent composite according to claim 1 wherein said superabsorbent material (20) can absorb at 
least 32 milliliters of an aqueous solution of sodium chloride containing 0.9 weight percent sodium 
chloride, per gram of superabsorbent material while under a restraining pressure of at least 21,000 
dynes per square centimeter. 

5 

5. The absorbent composite according to any one of claims 1 to 4, wherein the porous fiber matrix (1) 
comprises wood pulp fluff. 

6. The absorbent composite according to any of claims 1 to 5, wherein the porous fiber matrix (18) has a 
10 density of from about 0.03 to about 0.4 grams per cubic centimeter. 

7. The absorbent composite according to any one of claims 1 to 5, wherein the porous fiber matrix (18) 
. has a density of from about 0.1 to about 0.15 grams per cubic centimeter. 

75 8. The absorbent composite according to any one of claims 1 to 7, wherein the composite comprises 
superabsorbent material (20) in an amount of from about 5 to about 80 weight percent based on total 
weight of the absorbent composite (16). . 

9. The absorbent composite according to any one of claims 1 to 7, wherein the composite (16) comprises 
20 superabsorbent material (20) in an amount of from about 10 to about 60 weight percent, based on total 

weight of the absori3ent composite. 

10. The absorbent composite according to any one of claims 1 to 9. wherein the superabsorbent material 
(20) is in the form of discrete particles. 

25 

11. The absorbent composite according to claim 10. wherein at least about 50%, by weight, of the 
superabsorbent material (20) has a particle size of at least about 100 microns. 

12. The absorbent composite according to claim 10, wherein at least about 50%, by weight, of the 
30 superabsorbent material (20) has a particle size of at least about 150 microns. 

13. The absorbent composite according to any one of claims 1 to 9, wherein the superabsorbent material 
* (20) is In the form of fibers having a length to diameter ratio of at least 5:1, further wherein at least 

about 50%, by weight, of said superabsorbent fibers have a geometric mean diameter of at least about 
35 33 microns. 

14. The absorbent composite according to claim 13, wherein at least about 50%. by weight, of said 
superabsorbent fibers have a geometric mean diameter of at least about 67 microns. 

40 15- The absorbent composite according to any one of claims 1 to 14, wherein at least about 80%. by 
weight, of said superabsorbent material (20) has a size greater than the median pore size of said 
porous fiber matrix (18) when wet. 

16. The absorbent composite according to claim 15, wherein at least about 80%, by weight, of the 
45 superabsorbent material has a size of at least about 100 microns. 

17. The absoriDent composite according to any one of claims 1 to 16, wherein said porous fiber matrix (18) 
comprises at least about 3%, by weight, based on total fiber matrix weight, of a synthetic polymeric 
fiber. 

50 

18. A diaper comprising a liquid-permeable facing material (14) adapted to contact the skin of the wearer, 
and a liquid-impermeable backing material (12) opposite said liquid-permeable facing material (14), 
characterized in that said diaper further comprises an absorbent composite according to any one of 
claims 1 to 17. 

65 

Patentansprtiche 

1. Absorbierendes Produkt (16) mit einer porosen Fasermatrix (18) und einem Anteil eines superabsoribie- 
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renden Materials (20) in dieser porSsen Fasermatrix. dadurch gekennzeichnet, daB das superabsor- 
bierende Material (20) mindestens 24 ml einer wSssrigen Natriumchloridlosung mit 0,9 Gew.-% 
Natnumchlorid, pro Gramm des superabsorbierenden Materials absorbieren kann. wShrend es sich 
unter einem zwangsweisen Druck vor> mindestens 21 000 dynes/cm^ befindet, wobei mindestens etwa 
50 Gew.-% des superabsorbierenden Materials, wenn es in Form einzelner Partikel vorliegt, sine GrQfle 
im nicht-geschwollenen Zustand aufweist, die groiJer ist als die mittlere Porengrofle der porQsen 
Fasermatrix (18) wenn diese nafi ist. 

2. Absorbierendes Produkt nach Anspruch 1. wobei das superabsorbierende Material mindestens 27 ml 
einer wassrigen Natriuchloridlosung mit 0,9 Gew.-% Natriumchlorid. pro Gramm des superabsorbieren- 
den Matenals absorbieren kann, wShrend dieses unter einem zwangsweisen Druck von mindestens 21 
000 dynes/cm^ steht. 

3. Absorblerendes Produkt nach Anspruch 1. wobei das superabsorbierende Material (20) mindestens 29 
ml einer wassrigen NatriumchloridlSsung mit 0,9% Natriumchlorid. pro Gramm des superabsorbieren- 
den Matenals absorbieren kann. wahrend es unter einem zwangsweisen Druck von mindestens 21 000 
dynes/ch* steht. 

4. Absorbierendes Produkt nach Anspruch 1, wobei das superabsorbierende Material (20) mindestens 32 
ml einer wSssrigen NatriumchloridlSsung mit 0,9 Gew.-% Natriumchlorid. pro Gramm des superabsor- 
bierenden Materials absorbieren kann. wMhrend dieses unter einem zwangsweisen Dmck von minde- 
stens 21 000 dynes/cm^ steht. 

5. Absorblerendes Produkt nach einem der AnsprOche 1 bis 4. wobei die porOse Fasermatrix (18) 
25 Holzpulpeflocken enthSlt. 

6. Absorbierendes Produkt nach einem der AnsprOche 1 bis 5, wobei die porSse Fasermatrix (18) eine 
Dichte von etwa 0.03 bis etwa 0.4 Gramm/cm^ aufweist. 

30 7. Absorbierendes Produkt nach einem der AnsprOche 1 bis 5. wobei die porSse Fasermatrix (18) eine 
Dichte von etwa 0.1 bis etwa 0.15 Gramm/cm3 aufweist. 

8. Absorbierendes Produkt nach einem der AnsprOche 1 bis 7. wobei das Produkt superabsorbierendes 
Matenal (20) in einer Menge von etwa 5 bis etwa 80 Gew.-%. basierend auf dem Gesamtgewicht des 

35 absprbierenden Produkts (60) enthSlt. 

9. Absorbierendes Produkt nach einem der AnsprOche 1 bis 7. wobei das Produkt (16) superabsoriMeren- 
des Material (20) in einer Menge zwischen etwa 10 bis etwa 60 Q©w.-% basierend auf dem 
Gesamtgewicht des absorbierenden Produkts enthSlt. 
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10. Absorbierendes Produkt nach einem der AnsprOche 1 bis 9. wobei das superabsorbierende Material 
(20) in Forni einzelner Partikel voriiegt. 

11. Absorbierendes Produkt nach Anspruch 10. wobei mindestens 50 Gew.-% des superabsorbierenden 
4S Materials (20) eine PartikelgroBe von mindestens etwa 100 u aufweist. 

^2. Absorbierendes Produkt nach Anspruch 10, wobei mindestens etwa 50 Gew.-% des superabsorbieren- 
den Materials (20) eine PartikelgrSBe von mindestens etwa 150 urn aufweist. 

50 13. Absorbierendes Produkt nach einem der AnsprOche 1 bis 9, wobei das superabsorbierende Material 
(20) in Form von Fasem vorliegt, die ein Verhaltnis von Lange zu Durchmesser von mindestens 5-1 
aufweisen, wobei weiterhin mindestens etwa 50 Gew.-% der superabsorbierenden Fasern einen 
geometrischen Hauptdurchmesser von mindestens etwa 33 u.m aufweisen. 

55 14. Absorbierendes Produkt nach Anspruch 13. wobei mindestens 50 Gew.-% der superabsorbierenden 
Fasern einen geometrischen Hauptdurchmesser von mindestens etwa 67 um aufweisen. 

16. Absorbierendes Produkt nach einem der AnsprOche 1 bis 14. wobei mindestens etwa 80 Gew.-% des 
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superabsorbierenden Materials (20) eine GroBe aufweist, die grdfier als die mittlere Porengrdfie der 
porosen Fasermatrix (18) ist, wenn diese nafl ist. 

16. Absorbierendes Produict nach Anspruch 15. wobei mindestens etwa 80 Qew.-% des superabsorbieren- 
5 den Materials eine GrolSe von mindestens etwa 100 um aufweist. 

17. Absorbierendes Produkt nach einem der Anspruche 1 bis 16. wobei die porose Fasermatrix (18) 
mindestens etwa 3 Gew.-%, basierend auf dem Gesamtgewicht der Fasermatrix, einer synthetischen 
Polymerfaser enthSIt 

10 

18. Windel mit einem flUssigkeitsdurchlMssigen Deckmaterial (14) zum Kontakt mit der Haut des Benutzers. 
und einem flussigkeitsundurchlassigen, ruckwartigen Material (12), auf der dem flGssigkeltsdurchlassi- 
gen Deckmaterial (14) gegenuberliegenden Seite. dadurch gekennzeichnet, 6aB die Windel weiterhin 
ein absorbierendes Produkt nach einem der AnsprUche 1 bis 17 enthalt. 

75 

Revendlcations 

1. Composite absorbant (16) comprenant une matrice en fibre poreuse (18) et une quantity de materiau 
superabsorbant (20) present dans ladite matrice en fibre poreuse. caractSrisS en ce que ledit materiau 

20 superabsorbant (20) peut absorber au molns 24 millilitres d*une solution aqueuse de chlorure de 
sodium contenant 0,9 pour cent en poids de chlorure de sodium par gramme de materiau superabsor- 
bant sous une pression d'au moins 21.000 dynes par centimetre carr^. Si condition que, lorsqu'il est 
sous la forme de particules discretes, au moins environ 50 % en poids dudit materiau superabsorbant 
pr^sente une dimension a I'etat non gonfl^. superieure a la dimension m^diane des pores de ladite 

25 matrice en libre poreuse (18) lorsqu'elle est mouill^e. 

2. Composite absorbant de la revendication 1 . dans lequel ledit materiau superabsorbant peut absorber au 
moins 21 millilitres d'une solution aqueuse de chlorure de sodium contenant 0,9 pour cent en poids de 
chlorure de sodium par gramme de materiau superabsorbant, sous une pression d'au moins 21.000 

30 dynes par centimetre carre. 

3. Composite absorbant selon la revendication 1 dans lequel ledit materiau superabsorbant (20) peut 
absorber au moins 29 millilitres d'une solution aqueuse de chlorure de sodium contenant 0.9 pour cent 
en poids de chlorure de sodium par gramme de matSriau superabsorbant. sous une pression d'au 

35 moins 21 .000 dynes par centimetre carre. 

4. Composite absorbant selon la revendication 1 dans lequel ledit materiau superabsorbant (20) peut 
absorber au moins 32 millilitres d'une solution aqueuse de chlorure de sodium contenant 0.9 pour cent 
en poids de chlorure de sodium par gramme de materiau superabsorbant, sous une pression d'au 

40 moins 21.000 dynes par centimetre carrS. 

5. Composite absorbant selon Tune quelconque des revendlcations 1 it 4, dans lequel la matrice en fibre 
poreuse (18) comprend de la bourre de pate e papier. 

45 6. Composite absorbant selon Tune quelconque des revendlcations 1 h 5, dans lequel la matrice en fibre 
poreuse (18) a une density d'environ 0.03 k environ 0,4 gramme par centimetre cube. 

7. Composite absorbant selon i'une quelconque des revendlcations 1 h 5, dans lequel la matrice eri libre 
poreuse (18) a une densite d'environ 0,1 k environ 0,15 gramme par centimetre cube. 

60 ' 

8. Composite absorbant selon Tune quelconque des revendlcations 1 & 7, dans lequel !e composite 
comprend du materiau superabsorbant (20) en une quantity d'environ 5 k environ 80 pour cent en 
poids sur la base du poids total du composite absorbant (16). 

55 9. Composite absorbant selon Tune quelconque des revendications 1^7, dans lequel le composite (16) 
comprend du materiau superabsorbant (20) en une quantity d'environ 10 Si environ 60 pour cent en 
poids, sur la base du poids total du composite absorbant. 
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10. Composite absorbant selon Tune quelconque des revendications 1 S 9. dans lequel le mat^riau 
superabsorbant (20) est sous la forme departicules discretes. s lequeiie matenau 

m«X"! "^T^ f Tn/^ revendication 10. dans lequel au moins environ 50 % en poids du 
mal^nau superabsorbant (20) a une dimension de particules d'au moins environ 100 microns. 

12. Composite absorbant selon la revendication 10. dans lequel au moins environ 50 •/. en poids du 
matenau superabsorbant (20) a une dimension de particules d'au moins environ 150 microns 

13. Composite absorbant selon Tune quelconque des revendications 1 & 9. dans lequel le mat^riau 
superabsorbant (20) est sous la fom^e de fibres ayant un rapport longueur/diametre dr moins sl e 
dans equel au moms environ 50 % en poids desdites fibres superabsorbantes ont un dilfetre 
g^ometrique moyen d'au moins environ 33 microns. aiametre 

fihrTf?"^ ""TT"^ revendication 13. dans lequel au moins environ 50 % en poids desdites 

fibres superabsorbantes ont un diamfetre g^om^trique moyen d'au moins environ 67 microJr 



15. 



oir^ ' ""^ quelconque des revendications 1 a 14. dans lequel au moins environ 

80 /o en poids dudit matenau superabsorbant (20) a une dimension sup^rieure Ji la dimension mddiaSe 
des pores de ladrte matrice en fibre poreuse (18) lorsqu'elle est mouill^e. °""e"s.on mediane 

m^S»?!c ^'^k'^? ^^"^ " dans lequel au moins environ 80 % en poids du 

mat6nau superabsorbant a une dimension d'au moins environ 100 microns. 

ftT'tS*!? M^'clt^^^^^ revendications 1 k 16. dans lequel ladite matrice en 

ia Couche comprenant un materiau de contact pemi^abie aux liquides (14) adapts pour gtre au contact 
de la peau de 1'ut.lisateur. et un materiau de renfort impermeable aux liqLes (12)Xren face dS^ 
matenau de contact penn^able aux liquides (14). caract^ris^e en ce q2e ladite couSe comZd de 
plus un composite absorbant selon I'une quelconque des revendications 1 h 17 
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